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WHAT IS CLAIMED IS: 

1 . A CRT panel oTass which does not substantially contain PbO, which 
contains, in mass perc^, 45-60% SiOa, 0-1% AlgOg, 0-3% MgO, 0-3% CaO, 5- 
11% SrO. 8-16% BaO, 6-8% ZnO, 1-6% NagO, 5-13% KjO, 0.1-3% LigO, 0-1.5% 
ZrOg, 0-3% TiOyO-3% CeOj, 0-2% SbgOg, 0-2% P2O5, 0.30-0.45 
SrO/(SrO+Baj20 and, which has an X-ray absorption coefficient of 36.0cm ' or 
moreatO.§^. 

2. A CRT panel glass as claimed in claim 1 , wherein the content of 
SiOj is 50-58%. 

3. A CRT panel glass as claimed in claim 1 , wherein the content of 
AI2O3 is 0.9% or less. 

4. A CRT panel glass as claimed in claim 1 , wherein the content of 
each of MgO and CaO is 2% or less. 

5. A CRT panel glass as claimed In claim 1 , wherein the content of SrO 
is 6-10%. 

6. A CRT panel glass as claimed in claim 1 , wherein the content of 
BaO is 9-15%. 

7. A CRT panel glass as claimed in claim 1 , wherein the content of 
ZnO is 6.2-7.8%. 

8. A CRT panel glass as claimed in claim 1 , wherein the content of 
NagO is 2-5%. 

9. A CRT panel glass as claimed in claim 1 , wherein the content of KgO 
is 6-1 2%. 

10. A CRT panel glass as claimed in claim 1 , wherein the content of 
LigO is 0.5-2.5%. 

11. A CRT panel glass as claimed in claim 1 , wherein the content of 
ZrO2is0.1-1.4%. 
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1 2. A CRT panel glass as claimed in claim 1 , wherein the content of 
TiOgis 0.1-2%. 

13. A CRT panel glass as claimed in claim 1 , wherein the content of 
CeOa is 0.1-2%. 

14. A CRT panel glass as claimed in claim 1 , wherein the content of 
SbgOa is 1% orless. 

15. A CRT panel glass as claimed in claim 1 , wherein the content of 
PaOg is 1 % or less. 

16. A CRT panel glass as claimed in claim 1 , wherein the ratio of 
SrO/(SrO+BaO) Is 0.32-0.43. 



